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Additional Product 


Seq. #: Machine Or Operation: Description : 
10 M2024T35063 2024-13 .063 sheet 
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Comment: Qty.: 0.2588 sf(s)/Unit Total: 1.5530 sf(s) 
- 2024-13 .063 sheet 
Material: 2024-13, 0.063" Thick Batch OL LT R 8-11 


WATER JET FLOW WATER JET 


Comment: FLOW WATER JET 
1-Cut as per Dwg D2002-001 
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Comment: INSPECT PARTS AS THEY COME OFF MACHINE 
SECOND CHECK 
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60 HAND FINISHING HAND FINISHING RESOURCE #1 
Comment: HAND FINISHING RESOURCE #1 ff) : 
Acid etch and Alodine as per QS! 005 4.1 Y) Ny, O, Ö YA 
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Comment: Qty.: 6.0000 Each(sYUnit Total: 36.0000 Each(s) 
Insert 
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SMALL FAB 1; SMALL & MEDIUM FAB RESOURCE 1 
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Comment: SMALL & MEDIUM FAB RESOURCE 1 
Install Inserts as per Dwg D2002-001 
Install paint screws 
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Comment: INSPECT WORK TO CURRENT STEP 


10.0 POWDER COATING POWDER COATING Se o 3 
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Comment: Powder Coat Black Crinkle (Ref 4.3.5.3) as per QSI 0054.3 


INSPECT WORK TO CUBE 
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11.0 QC3 INSPECT POWDER COATICHEMICAL CONVERSION 
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Comment: INSPECT POWDER COAT/CHEMICAL CONVERSION ZA O2 -AJA 
PACKAGING 1 PACKAGING RESOURCE # 
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Comment: PACKAGING RESOURCE #1 
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DART AEROSPACE LTD 


Description: Valve Support 
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R0.125 +/-0.010 
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D2002-001 FLAT PATTERN 


GENERAL NOTES 


MATERIAL: 2024-13 (QQ-A-250/5) 0.063 THICK 
MINIMUM BEND RADIUS: 0.156 
FINISH: ACID ETCH AND ALODINE PER DART QSI 005 4.1 . 
POWDER COAT BLACK CRINKLE (REF 4.3.5.3) PER DART QSI 005 4.3 
TOLERANCES PER DART QS! 018 UNLESS OTHERWISE NOTED i 


INSTALL PEM FE-032 INSERTS 
(6 PLACES) BEFORE POWDER COAT 


D2002-001 BENDING DETAIL 
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